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WIRE FOR WELDING 

BACKGROUND OF THE INVENTION 
Field of the Invention 

This invention relates to a wire for welding which 
is adapted for use in automatic or semi-automatic welding 
of carbon steels or stainless steels, and more 
particularly, to a welding wire capable of improving 
f eedabilities of the wire. The invention is applicable 
to both plated wires and uncovered or void wires. 

Description of the Prior Art 

Where welding wires are employed for automatic or 
semi-automatic welding, it is necessary to stably feed 
a wire from a spool or a wire accommodation pack to an 
arc-welding position. This welding wire is conveyed via 
the inside of a spring liner, such as a conduit cable, 
to the arc-welding portion. When the ease in the passage 
of a welding wire through a spring liner is defined as 
f eedabilities of the wire, a welding wire exhibiting good 
f eedabilities is able to pass through a long conduit cable 
by application of a small feeding force thereto. At 
welding spots wherein long conduit cables are frequently 
used such as in shipbuilding yards, it is essential that 
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the f eedabilit ies of a welding wire be good. 

In welding spots where the feed system of welding 
wires is under severe conditions, welding over a long 
time causes skin or film dust to be deposited on feed 
rollers and in the inside of a spring liner, thereby 
inducing the feed failure of the wire. In order to improve 
the f eedabilit ies of a welding wire, usual practice is 
to apply various types of lubricants having good slip 
properties to the surfaces of the wire. For improving 
slip properties , there has been proposed a wire for welding 
wherein the f eedabilit ies of a wire are improved, for 
example, by applying, onto the surfaces of a welding wire, 
lubricating oils such as plant oils (e.g. palm oil) and 
animal oils (e.g. lard oil) and the particles of 
lubricating substances such as graphite and molybdenum 
disulfide (Japanese Laid-open Patent Application No. Hei 
6-285678). When these lubricant oils and lubricating 
particles are applied onto a wire surface in appropriate 
amounts , the friction coefficient between the wire surface 
and the inner wall portions of a spring liner can be reduced , 
and thus, they show good lubricity, thereby improving the 
f eedabilit ies of the wire. 

Moreover, there are known other methods including 
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a method (Japanese Laid-open Patent Application No. Hei 

1- 166898) wherein a sodium or potassium salt of a higher 
fatty acid having a great number of carbon atoms and having 
a linear or branched structure, e.g. stearic acid, oleic 
acid, linolic acid or linoleic acid is deposited on the 
surfaces of a wire, followed by final wire drawing and 
further application of a lubricant oil on the resultant 
wire to improve the f eedabilit ies of the wire. Another 
method (Japanese Laid-open Patent Application No. Hei 

2- 284792) includes depositing, on wire surfaces, an oil 
lubricant containing sodium or potassium salts of 
carboxylic acids thereby improving the f eedabilit ies of 
the wire. In both methods, the f eedabilities of wires are 
improved by depositing, on wire surfaces, appropriate 
amounts of alkali metal salts of higher fatty acids and 
lubricating oils. 

However, these known techniques have the following 
disadvantages. Initially, with the case of the welding 
wire (Japanese Laid-open Patent Application No. Hei 
6-285678) wherein the f eedabilit ies of the wire are 
improved by application of lubricating oils and 
lubricating substances made of molybdenum disulfide and 
graphite onto the wire surface, when the wire is subjected 
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to welding operations over a long time, the lubricating 
substance is deposited on the inner walls of a spring line, 
thereby causing the liner to be clogged. Thus, the smooth 
feed of the wire is inconveniently impeded. This is for 
the reason that because the lubricating substance is not 
bonded to the wire surface, the lubricating substance 
readily separates from the wire surface. 

On the other hand, in the method (Japanese Laid- 
open Patent Application No. Hei 1-166898) wherein a sodium 
or potassium salt of a higher fatty acid is deposited on 
a wire surface, followed by wire drawing and application 
of lubricating oils, and also in the method (Japanese 
Laid-open Patent Application No. Hei 2-284792) wherein 
an oil lubricant containing sodium or potassium salts of 
carboxylic acids is deposited on the surface of a wire, 
when welding is continued over a long time, like the first 
case, the alkali metal salt of a higher fatty acid and 
the lubricating oil are separated from the wire surface 
and deposited in the inside of a spring liner, thereby 
causing the spring liner to be clogged. Eventually, the 
f eedabilities of the wire lower. Presumably, this is due 
to the fact that since the chain length of the hydrocarbon 
moiety of the carboxylate is too long, the bonding force 
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between the wire surface and the lubricating oil is weak. 
This permits easy separation of the lubricating substance 
from the wire surface, thereby causing a deposit to be 
built up in the spring line. Moreover, the metal salts 
of higher fatty acids including sodium stearate serve as 
a good lubricant used for wire drawing, and such metal 
salts of higher fatty acids having a high molecular weight 
are apt to form a strong thick film on the surface of a 
wire. Thus, although the slip properties of the wire are 
improved, there is the fear that the wire may slip at feed 
rolls, thereby inducing a feeding failure. Especially, 
when a wire is plated, slipping may peel off the plated 
film . 



SUMMARY OF THE INVENTION 
It is therefore an object of the invention to provide 
a wire for welding which overcomes the disadvantages of 
the prior art counterparts and which has, on the surface 
thereof, a lubricating oil chemically combined therewith, 
so that when the wire is used for welding over a long time, 
the lubricating substance is not separated from the wire 
and any inconvenience, such as clogging of a spring liner 
in the inside thereof, is not caused by use of the wire. 
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It is another object of the invention to provide a 
wire for welding which has improved wire f eedabilit ies , 
ensuring stable, smooth feed thereof. 

According to the invention, there is provided a 
welding wire of the type which consists of a plated or 
uncovered solid wire or a flux-cored wire adapted for 
welding of carbon steels or stainless steels, wherein at 
least one hydrocarbon compound selected from the group 
consisting of saturated and unsaturated hydrocarbon 
compounds having 5 to 12 carbon atoms and a linear or 
chained structure, and hydrocarbon compounds having a 
cyclic structure, the at least one hydrocarbon compound 
being present or deposited on a wire surface. 

The above-mentioned saturated or unsaturated hydrocarbon 
compounds having a linear or branched-chain structure are called 
''chain compound". 

Examples of the chain compound include carboxylic acids or 
metal carboxylates . The carboxylic acid is one selected from the 
group consisting of pentanoic acid, caproic acid, caprylic acid, 
octylic acid, secanoic acid, caprylic acid, decanoic acid, lauric 
acid, linderic acid, and metal carboxylates include those salts 
of the above-mentioned carboxylic acids and metals selected from 
Li, Na, Mg, Al, K, Ca, Ti, Cr, Mn, Fe, Co, Ni, Cu, Zn, Zr, Sn, Cs, 
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Pb and Ce. 

The hydrocarbon compounds having a cyclic structure 
preferably include carboxylic acids and metal carboxylates . 
Preferable examples of the hydrocarbon compound having a cyclic 
structure include naphthenic acid and metal naphthenates having 
a ring structure such as a f ive-membered ring or a six-membered 
ring. 

The metal naphthenates include one or more naphthenates of 
metals selected from the group consisting of Li, Na, Mg, Al, K, 
Ca, Ti, Cr, Mn, Fe, Co, Ni, Cu, Zn, Zr, Sn, Cs, Pb and Ce. 

Moreover, the hydrocarbon compounds may be mixtures of 
naphthenic acid and metal naphthenates containing metals selected 
from the group consisting of Li, Na, Mg, Al, K, Ca, Ti, Cr, Mn, 
Fe, Co, Ni, Cu, Zn, Zr, Sn, Cs, Pb and Ce. 

Further, it is preferred that at least one lubricating oil 
selected from animal and plant oils, mineral oils and synthetic 
oils are further present on the surface of a wire. Alternatively, 
at least one type of lubricating particle having slip properties 
and selected from the group consisting of molybdenum disulfide, 
tungsten disulfide, graphite carbon and polytetraf luoroethylene 
may be present on the wire surface. In this case, it is preferred 
that the total amount of the hydrocarbon compound having such a 
chain structure or cyclic structure as mentioned above and the 
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lubricating oil, or the total amount, on the wire surface, of the 
chain compound or the hydrocarbon compound having such a cyclic 
structure as mentioned above and the lubricating particles is in 
the range of 0.1 to 5 g per 10 kg of the wire. 

BRIEF DESCRIPTION OF THE DRAWINGS 
Figs. 1(a) and 1(b) are, respectively, schematic views 
illustrating how a lubricating oil made of a chain compound having 
from 5 to 12 carbon atoms and oriented on a wire surface and 
lubricating particles are fixed to a wire surface wherein Fig. 1(a) 
shows the case using a uncovered wire for welding, and Fig. 1(b) 
shows the case using a plated wire for welding; 

Figs. 2(a) and 2(b) are, respectively, schematic views 
illustrating how a lubricating oil made of a cyclic fatty acid or 
a cyclic fatty acid salt oriented on a wire surface and lubricating 
particles are fixed to a wire surface wherein Fig. 2(a) shows the 
case using an uncovered wire for welding, and Fig. 2(b) shows the 
case using a plated wire for welding; 

Figs. 3(a) and 3(b) are, respectively, schematic views 
showing the state where a chain or cyclic hydrocarbon compound alone 
is present on or at wire surfaces wherein Fig. 3(a) shows the case 
using a chain hydrocarbon compound, and Fig- 3(b) shows the case 
using a cyclic hydrocarbon compound; and 
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Fig. 4 is a schematic view showing a welding apparatus used 
in examples of the invention. 

PREFERRED EMBODIMENTS OF THE INVENTION 
In order to reduce the coefficient of dynamic friction 
between the wire surface and the wire guide inner surface in a 
conduit cable, such as a spring liner or a teflon tube, it is 
necessary that a lubricating oil (e.g. an animal or plant oil, a 
mineral oil, a synthetic oil or a mixture thereof) having a melting 
point (softening point) and a viscosity adapted for use conditions 
of a wire and lubricating particles (made of molybdenum disulfide, 
tungsten disulfide, graphite carbon, polytetraf luoroethylene or 
the like) having good slip properties be present on the wire surface 
(lubricating oils and lubricating particles being hereinafter 
referred generically as lubricating material). If these 
lubricating materials are uniformly attached to or deposited on 
the wire surface in an appropriate amount per apparent unit area 
of the wire surface or per unit weight of the wire, the f eedabilities 
of the wire immediately after commencement of welding are improved. 
However, if a lubricating material is merely physically applied 
to, i.e. if a lubricating material is attached to wire surfaces 
only by the action of the wettability of a lubricating oil, the 
lubricating material readily separates from the wire surfaces after 
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welding over a long time. This entails easy clogging within the 
conduit cable. This means that the f eedabilities are impeded 
conversely with the lubricating material, which has been added or 
applied to the wire surface so as to improve the wire f eedabilities . 
In order that the lubricating material is prevented from being 
separated from the wire surface and deposited in the conduit cable, 
it is sufficient to chemically combine the wire surfaces and a 
lubricating oil together. 

We made intensive studies to solve the problems involved in 
this art, and as a result, found that when a chain compound having 
from 5 to 12 carbon atoms or a hydrocarbon compound having a cyclic 
structure is present on wire surfaces and between the wire surface 
and a lubricating oil and/or lubricating particles, the wire 
f eedabilities can be enhanced, thereby suppressing a conduit cable 
from clogging. The chain compound having from 5 to 12 carbon atoms 
and the hydrocarbon compound having a cyclic structure have the 
likelihood of being oriented in a certain direction on the metal 
surface. 

The chain compounds having from 5 to 12 carbon atoms, which 
consist of carboxylic acids (hereinafter referred to as lower fatty 
acid or acids) and carboxylates (hereinafter referred to as lower 
fatty acid salt or salts) , act to chemically combine wire surfaces 
and lubricant oils therethrough. The wire f eedabilities have been 
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intensively studied by applying various types of substances onto 
a wire surface, whereupon it has been found that pentanoic acid 
having 5 carbon atoms and metal salts thereof, and lauric acid having 
12 carbon atoms and metal salts thereof and lindric acid having 
12 carbon atoms and metal salts thereof serve as a kind of paste 
or binder for fixing a lubricating oil to wire surfaces . Since these 
lower fatty acids and lower fatty acid salts are able to fix 
lubricating oils to wire surfaces, lubricating particles (e.g. 
molybdenum disulfide, tungsten disulfide, graphite carbon and 
polytetraf luoroethylene) , which are wetted with a lubricating oil 
and are present on a wire surface and which have slip properties, 
are also fixed to the wire surface. 

The mechanism of the chemical combination through such a 
lower fatty acid or salt thereof is considered as follows - The fatty 
acids or salts thereof are characteristically allowed to orient 
in a certain direction on a metal surface. In general, where a 
carboxyl group having polarity is combined with a metal at the 
surface thereof, a hydrocarbon chain or moiety turns toward a 
direction normal to the metal surface. When the hydrocarbon chain 
joined to a carboxyl group is short in size, like lower fatty acids 
or salts thereof, the tendency of the orientation along a direction 
normal to the metal surface becomes pronounced, under which the 
metal surface is uniformly covered with short-sized molecules of 
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a lower fatty acid or salt thereof - 

Likewise, a hydrocarbon compound having a cyclic structure, 
which consists of a carboxylic acid (hereinafter referred to cyclic 
fatty acid) or a metal salt thereof (hereinafter referred to cyclic 
fatty acid salt), acts to chemically combine the wire surface and 
a lubricating oil therethrough. Since the hydrocarbon compounds 
having a cyclic structure, more or less, have slip properties, they 
act to improve the wire feedabilities at a portion where a 
lubricating oil is insufficient in amount. As a result of intensive 
studies on various types of substances being applied onto a wire 
surface, it has been found that naphthenic acid and metal salts 
thereof having a cyclic structure, which have been in wide 
industrial use as a dryer for paint and are inexpensive, have slip 
properties, and act as a kind of or binder for fixing a lubricating 
oil to the wire surface. Since these cyclic fatty acids or cyclic 
fatty acid salts permit a lubricating oil to be fixed to a metal 
surface, they have the effect of fixing lubricating particles (e.g. 
molybdenum disulfide, tungsten disulfide, graphite carbon and 
polytetraf luoroethylene) , which are wetted with a lubricating oil 
and are present on the wire surface, to the wire surface. 

The chemically combining mechanism of such cyclic fatty acids 
or salts thereof is considered to occur in the following manner. 
The cyclic fatty acids or salts thereof function to orient in a 
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certain direction on a metal surface. In general, where a carboxyl 
group having polarity is combined with a metal surface, the 
hydrocarbon chain turns toward a direction normal to the metal 
surface. Moreover, where the hydrocarbon chain is in the form of 
a ring, the ring plane of the cyclic structure has a strong tendency 
to orient in parallel to the metal surface. Accordingly, 
carboxylic acids (cyclic fatty acid) having a cyclic structure or 
metal salts thereof (cyclic fatty acid salts) exhibit a stronger 
bonding force to the metal surface than with the case using linear 
carboxylic acids or linear carboxylic acid salts wherein they are 
oriented merely on the metal surface • Thus, the metal surface is 
very strongly, uniformly covered with the molecules of a cyclic 
fatty acid or salt thereof • The hydrocarbon chain per se having 
such a cyclic structure exhibits slip properties. 

Figs. 1(a) and 1(b) are, respectively, a schematic view 
showing the mechanism of fixing, to a wire surface, a lubricating 
oil and lubricating particles through a chain compound having from 
5 to 12 carbon atoms. Fig. 1(a) shows a case using an uncovered 
wire for welding, and Fig. 1(b) shows a case using a plated or 
metallized wire for welding. As shown in Fig. 1(a), the molecules 
of a chain compound 2a are each outwardly oriented toward a direction 
normal to the surface of a uncovered welding wire, and each 
hydrocarbon chain 3a is also outwardly oriented from the end of 
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the chain compound 2a toward a direction normal to the wire surface. 
The hydrocarbon chains 3a are uniformly covered with molecules of 
a lubricating oil 4a thereon. In this way, the hydrocarbon chains 
3a and the lubricating oil 4a are chemically combined, and 
lubricating particles 5a, such as molybdenum disulfide, are taken 
in between the hydrocarbon chains 3a and the lubricating oil 4a 
and are thus stabilized - 

Fig. 1(b), in which a wire used is metallized or plated, 
differs from Fig. 1(a) in that molecules of a chain compound 2b 
are oriented from the surface of a metal skin 15 . More particularly, 
hydrocarbon chains 3b of the chain compound 2b, which are oriented 
in a direction normal to the plated wire surface, and molecules 
of a lubricating oil 4b are chemically combined, between which 
lubricating particles 5b are taken in and stabilized. 

Figs- 2(a) and 2(b) are, respectively, a schematic view 
showing the mechanism of fixing, to a wire surface, a lubricating 
oil and lubricating particles through a cyclic hydrocarbon compound. 
Fig. 2(a) shows a case using an uncovered welding wire, and Fig. 
2(b) shows a case using a plated welding wire. As shown in Fig. 
2(a), cyclic hydrocarbon moieties 3c of a cyclic hydrocarbon 
compound are oriented at a surface Ic of an uncovered welding wire 
in such a way that part of the cyclic structure is in parallel to 
the wire surface. A carboxyl group, which is a kind of linear 
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hydrocarbon chain, extending from each cyclic hydrocarbon moiety 
3c is outwardly oriented toward a direction normal to the wire 
surface Ic. Molecules of a lubricating oil 4c uniformly cover the 
molecules of the cyclic hydrocarbon 3c as shown. The cyclic 
hydrocarbon moiety 3c and the lubricating oil 4c are chemically 
combined, and lubricating particles 5c, such as molybdenum 
disulfide, are taken in between the cyclic hydrocarbon 3c and the 
lubricating oil 4c and stabilized. 

Likewise, when using a plated wire, cyclic hydrocarbon 3d 
is oriented at a surface of a metal skin in such a way that part 
of the cyclic structure is in parallel to the wire surface as is 
particularly shown in Fig. 2(b). Like the above-mentioned case, 
the cyclic hydrocarbon 3d and the lubricating oil 4d are chemically 
combined, between which lubricating particles 5d are taken, in and 
stabilized. 

Figs. 3(a) and 3(b) are, respectively, schematic views 
showing how a chain hydrocarbon compound having from 5 to 12 carbon 
atoms and a cyclic hydrocarbon compound are present on a wire surface 
when they are used singly. It will be noted that Fig. 3(a) shows 
a case using a chain hydrocarbon compound, and Fig. 3(b) shows a 
case using a cyclic hydrocarbon compound. If a chain or cyclic 
hydrocarbon compound alone is present on the wire surface as shown 
in Figs .3(a) and 3(b), a slight degree of slippage may be expected. 



-15- 




Presumably, this is because a linear hydrocarbon chain of a chain 
hydrocarbon 3e or cyclic hydrocarbon 3f exhibits slip properties • 

As set out above, hydrocarbon chains of lower fatty acids 
or lower fatty acid salts, or cyclic hydrocarbons and linear 
hydrocarbon chain moieties of such cyclic hydrocarbons are 
oleophilic in nature, and thus have good affinity for lubricating 
oils. In practice, a uniform thin film of a lower fatty acid or 
its salt, or a cyclic fatty acid or its salt is initially formed 
on a wire surface, on which a lubricating oil covers. Moreover, 
lubricating particles, such as molybdenum disulfide, are taken in 
the film of the lubricating oil and stabilized. In this manner, 
the lubricating material made of a lubricating oil and/or 
lubricating particles are chemically combined with the wire surface 
through the molecules of a lower fatty acid or its salt, or a cyclic 
fatty acid or its salt. Accordingly, the kinetic coefficient of 
friction between the wire surface and the inner walls of a spring 
liner can be reduced, thereby preventing the lubricating material 
from being separated from the wire surface. 

The reasons are described as to why the number of carbon atoms 
in chain compounds to be applied onto the surfaces of a welding 
wire according to the invention is determined as defined before. 
Carbon atoms of chain compounds; 5 to 12 

As to chain compounds having 13 or more carbon atoms 
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(higher fatty acids and their salts), extensive studies 
were made by use, for example, of stearic acid or metal 
salts thereof, but any significant effect could not be 
obtained. This is considered for the reason that the 
carbon chain is longer than as necessary, so that chain 
compounds having 13 or more carbon atoms are unlikely to 
orient on a wire surface. When metals salts of stearic 
acid were applied onto a wire surface, the wire was slipped 
at feed rollers therefor- The reason for this is 
considered as follows: as will be apparent from the fact 
that metal salts of fatty acids having such a great 
molecular weight as metal stearates have been employed 
as a lubricant for wire drawing, application of a metal 
salt of a fatty acid having a great molecular weight onto 
a wire surface tends to form a strong, thick film on the 
wire surface. The film of such metal salts of higher fatty 
acids is very likely to induce the slippage of a wire at 
feed rollers in the course of automatic welding or 
semi-automatic welding. On the other hand, with respect 
to chain compounds having 4 or less carbon atoms, 
butanoates and acetates were tested, for example. As a 
result, it was found that as the number of carbon atoms 
decreases, the function of the carbon chain as an 
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oleophilic group becomes weakened, and it cannot be 
expected that these salts effectively serve as a kind of 
paste or binder for fixing a lubricating oil. in this 
way, chain compounds useful in the present invention are 
defined as ones having from 5 to 12 carbon atoms. Hence, 
there can be obtained an ideal film, which exhibits 
lubricity when undergoing friction at a relatively low 
pressure as experienced in the inside of a spring liner 
and has such a characteristic that the lubricating film 
breaks when suffering friction at high pressure imposed 
with feed rollers. 

As stated hereinabove, lower fatty acids or salts 
thereof are very effective as a kind of paste for fixing 
a lubricating material to a wire surface. The wire 
f eedabilities are improved without causing a spring line 
to be clogged therein upon welding over a long time, thus 
enabling one to weld while permitting stable feed of the 
wire and a low feed resistance 

Next, hydrocarbon compounds having a cyclic 
structure, which are applied onto the surface of a welding 
wire according to the invention, are described. 

The hydrocarbon compounds having a cyclic structure, 
which have the function of orientation, include not only 
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those having carbon-carbon single bonds, but also those 
having a benzene ring structure and unsaturation bonds 
such as a double bond. Examples of the hydrocarbon 
compounds having a benzene ring structure or unsaturation 
bonds such as a double bond include phthalic acid 
derivatives such as diethyl phthalate of the formula, 
C6H4(C2HsOOC)2, dibutyl phthalate of the formula, 
C6H4 (C^HgOOC)^, and dioctyl phthalate of the formula, 
CgH4(C8Hi700C)2- The cyclic structure may be constituted 
of atoms including, aside from carbon, oxygen, nitrogen, 
sulfur or phosphorus, and these atoms likewise have the 
function of orientation. The hydrocarbon compounds whose 
cyclic structure has such atoms as mentioned above include, 
for example, furan, allied compounds and derivatives 
thereof. Moreover, if the hydrocarbon compounds have a 
cyclic structure, the compounds are oriented such that 
the plane of the ring is in parallel to the wire surface. 
When the ring is constituted of 3 or more carbon atoms, 
the effects of the invention can be expected. 

Naphthenic acid is a mixture of compounds obtained 
from naphthene distillate of petroleum oil. Although 
those compounds having a linear hydrocarbon chain are 
frequently employed, significant effects can be expected 
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in the practice of the invention when using naphthenic 
acid or its salt having a ring structure such as a 
f ive-membered ring or a s ix-membered ring. If linear 
naphthenic acid or its salt, which is inevitably 
incorporated, was used along with cyclic naphthenic acid 
or its salt, the effect of the cyclic naphthenic acid or 
its salt as a paste was not adversely influenced. 

As having set out hereinbefore, linear or branched 
higher fatty acids having a large number of carbon atoms 
or salts thereof, e.g. stearic acid or its metal salt, 
were extensively tested, but significant effects could 
not be attained. Presumably, this is because such higher 
fatty acids or salts thereof have a larger number of carbon 
atoms than as required, and thus they are unlikely to be 
oriented on the wire surface. On the other hand, although 
cyclic fatty acids or salts thereof have a large number 
of carbon atoms, they are cyclic in structure wherein the 
carbon chain is apparently-short in length and is permitted 
to be easily oriented on the wire surface. 

The application of a metal salt of stearic acid on 
a wire surface brought about slippage of the wire at feed 
rollers therefor. The reason for this is considered as 
follows : as will be apparent from the fact that metal salts 
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of fatty acids having such a great molecular weight as 
metal stearates have been employed as a lubricant for wire 
drawing, application of a metal salt of a fatty acid having 
a great molecular weight onto a wire surface tends to form 
a strong, thick film on the wire surface. The film of 
such metal salts of higher fatty acids is very likely to 
induce the slippage of a wire at feed rollers in the course 
of automatic welding or semi-automatic welding. 

Cyclic fatty acids or salts thereof have slip 
properties and can improve the f eedabilit ies of a wire. 
Further, they are very effective for use as a paste for 
fixing a lubricating material to a wire surface, thereby 
improving the wire f eedabil it ies . Thus, one is enabled 
to carry out welding while stably feeding a welding wire 
at a low feed resistance without causing a spring line 
to be clogged therein in the course of welding over a long 
time . 

Since lower fatty acids or salts thereof, or cyclic 
fatty acids or salts thereof are used as a kind of a paste 
or binder, it is preferred from the ideal standpoint that 
the surfaces of a wire obtained after wire drawing is washed 
and applied with a lower fatty acid or its salt, or a cyclic 
fatty acid or its salt, followed by further application 
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of a lubricating oil and/or lubricating particles for 
improvement of f eedabilities • Nevertheless, a lower 
fatty acid or its salt, or a cyclic fatty acid or its salt 
may be used as a lubricant for wire drawing at a final 
stage of wire drawing, and the resultant wire may be 
subjected to the further application as mentioned above. 
Only for the simplification of a surface treating process, 
a lower fatty acid or its salt, or a cyclic fatty acid 
or its salt, a lubricating oil and lubricating particles 
may be mixed together and applied to at one time. 
Particles such as of molybdenum disulfide usually serve 
as a good extreme-pressure lubricant. Accordingly, wire 
drawing is carried out by use of molybdenum disulfide or 
the like, followed by further application of a mixture 
of a lower fatty acid or its salt, or a cyclic fatty acid 
or its salt and a lubricating material. 

The manner of the application may be performed by 
contact coating on a wire surface by use, for example, 
of a buff, or by immersing a wire in a solution of necessary 
components and buffing to make a uniform coat. 
Alternatively, the application may be electrostatically 
effected in a noncontact manner. If it is possible to 
uniformly dissolve or disperse a lower fatty acid or its 
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salt, or a cyclic fatty acid or its salt, a lubricating 
oil and lubricating particles, the resultant solution or 
dispersion may be applied onto a wire at one time. If 
a uniform solution or dispersion cannot be obtained, these 
components may be separately applied to. In order to 
improve the stability and application operations of a 
solution or dispersion made of a lower fatty acid or its 
salt, or a cyclic fatty acid or its salt, a lubricating 
oil and lubricating particles, surface active agents such 
as glycols, esters and the like may be added to the coating 
solution or dispersion. 

It will be noted that good wire f eedabilit ies are 
ensured when a lower fatty acid or its salt, or a cyclic 
fatty acid or its salt is present on the wire surface in 
an amount of 0.001 to 2 g per 10 kg of the wire, and when 
the total amount of deposits of a lower fatty acid or its 
salt, or a cyclic fatty acid or its salt, and a lubricating 
oil and/or lubricating particles is in the range of 0.1 
g to 5 per 10 kg of the wire. In these ranges, the amount 
of matters clogged such as in a conduit tube is at a level 
of no problem when welding is continued over a long time. 

[ Examples ] 
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Welding wires of the invention were made, and the results 
of comparison of their characteristic properties with those of 
comparative examples are described. 

Initially, metal hoops indicated by Ml and M2, which, 
respectively, had compositions indicated in Table 1 below, were 
packed with a combination of fluxes for carbon steel indicated by 
Fl and F2 and, respectively, having compositions indicated in Table 
2, thereby providing basic wires. These wires were each subjected 
to wire drawing to obtain flux-cored wires for carbon steels with 
wire diameters of 1.2, 1.4 and 1.6 mm. It will be noted that, as 
shown in Table 2 below, the fluxes act to increase or decrease the 
content by wt% of Fe powder, and the fluxes were packed in the hoop 
so that the weight of the fluxes per total weight of the wire (i.e. 
flux rate) was set at 12 and 14 wt%. 
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Table 1 



Symbol for 


Chemical Composition of Hoop (wt%) 


Hoop 


C 


Si 


Mn 


P 


S 


Ml 


0.08 


0.8 


0.7 


0.009 


0.005 


M2 


0.01 


0.04 


1.5 


0.013 


0.005 


Table 2 


SjTnbol for 


Chemical Composition of Flux for Carbon Steel(wt%) 


Flux 


Fe 


Mn 


Other 


Oxide 


Other 








Metal 




Compound 








Powder 




s 


Fl 


35 


10 


3 


45 


7 


F2 


55 


10 


3 


30 


2 



The basic wires, which are, respectively, indicated 



by Bl and B2 and have compositions indicated in Table 3 
below, were subjected to wire drawing to obtain solid wires 
for carbon steel having wire diameters of 0.8 and 1.6 mm, 
respectively . 



Table 3 



Symbol 


Chemical Composition of Solid Wire for Carbon Stee' 


I (wt%) 


C 


Si 


Mn 


P 


S 


Cr 


Mo 


Ti 


Bl 


0.04 


0.8 


1.2 


0.010 


0.02 


0.03 




0.2 


B2 


0.09 


1.0 


1.2 


0.011 


0.006 


0.6 


0.4 


0.03 



Fluxes for stainless steel having compositions indicated in 



table 5 and indicated by Fe and F4 were combined and packed in hoops 
M3 and M4, which, respectively, had compositions indicated in Table 
4 below, thereby providing basic wires. The wires were each 
subjected to wire drawing to obtain flux-cored wires for stainless 
steel having wire diameters of 1 . 2 to 1 . 6 mm. The fluxes were packed 
in the respective hoops so that the weight of the fluxes per total 
weight of the wire (i.e. flux rate) was set at 15 to 25 wt%. 
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Table 4 



Symbol 

for 

Hoop 


Chemica 


. Composition of Hoo 


p (wt%) 


C 


Si 


Mn 


P 


S 


Ni 


Cr 


M3 
M4 


0.02 
0.03 


0.4 
0.4 


1.2 
1.3 


0.015 
0.019 


0.015 
0.003 


8.1 
9.5 


19.2 
20.1 



Table 5 



Symbol 
For Flux 


Chemical Composition of Flux for Stainless Si 


:eel (wt%) 


Fe 


Ni 


Cr 


Other 
Metal 
Powder 


Oxide 


Other 

Compounds 


F3 
F4 


7 
10 


18 
15 


40 
38 


6 
10 


26 
23 


3 
4 



Moreover^ basic wires B3 to B5 having compositions 



indicated in Table 6 were each subjected to wire drawing 
to obtain solid wires for stainless steel having wire 
diameters of 0,8 to 1.6 mm. 



Table 6 



Symbol 


Chemical Com 


position of Sohc 


L Wire for Stainless Steel (wt%) 


C 


Si 


Mn 


P 


S 


Ni 


Cr 


Mo 


Nb 


B3 
B4 
B5 


0.04 
0.02 
0.04 


0.4 
0.3 
0.4 


2.0 
2.3 
1.9 


0.015 
0.025 
0.019 


0.010 
0.011 
0.015 


9.5 

12.4 

10.0 


20.0 
19.5 
20.1 


3.0 


0.7 



Next, a plurality of wires were selected from those 



flux-cored wires for carbon steel, solid wires for carbon steel, 
flux-cored wires for stainless steel, and solid wires for stainless 
steel. As lower fatty acids or salts thereof, there were selected 
pentanoic acid, octylic acid, caprylic acid, lauric acid, linderic 
acid and metal salts thereof, as shown in Table 7, because of their 
inexpensiveness and easiest industrial availability. A 
lubricating oil and lubricating particles were mixed with a selected 
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fatty acid or its salt, and the mixed dispersion was applied onto 
each wire surface. Moreover, naphthenic acid was selected as a 
cyclic fatty acid because of its inexpensiveness and easiest 
industrial availability, and metal salts of naphthenic acid 
selected were those containing metals selected from the group 
consisting of K, Mn, Fe, Co, Cu, Sn, Cs and Pb. In addition, at 
least one member selected from diethyl phthalate, dibutyl phthalate, 
dioctyl phthalate, and furan compounds was provided as a cyclic 
structure-bearing hydrocarbon compound other than naphthenic acid. 
The naphthenic acid, its metal salt or other type of hydrocarbon 
compound having a cyclic structure was mixed with a lubricating 
oil and lubricating particles for feed improvers. The resultant 
mixed dispersion was applied onto a wire surface. When a linear 
fatty acid or its salt was incorporated in the cyclic fatty acids 
in small amounts, the effect of the cyclic fatty acids or their 
salts as a binder or paste was not impeded. 

The lubricating oil used as a feed improver was one which 
was selected from the group consisting of animal oils, plant oils, 
mineral oils , synthetic oils and mixtures thereof . The lubricating 
particles used were made of a lubricating substance selected from 
the group consisting of molybdenum disulfide, tungsten disulfide, 
graphite carbon, polytetraf luoroethylene and mixtures thereof. 
For comparison, higher fatty acid salts, such as potassium stearate 
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and sodium stearate, and potassium acetate were used and applied 
onto a wire surface. 



Table 7-1 





Fatty ad-d 


Number of 

Carbon 

Atoms 


Free 
Add 


Co 


Pb 


Mn 


K 


Na 




Pentanoic add 
Caproic add 
Octylic add 
Secanoic add 
CapryKc add 
Laurie add 
Ldnderic add 


5 
6 
8 

7-10 
10 
12 
12 


OOOOOOO 


1 

0 1 1 1 O 1 1 


OOO 1 1 0 1 


1 1 OOO 1 0 


1 1 OO 1 OO 


O 




Stearic add 
Acetic add 


18 
2 










o o 


o 



^ Table 7-2 



Fatty add 


Zn 


Ca 


Sn 


Zr 


Fe 


Mg 


Li 


Cu 


Pentanoic add 












O 






Caproic add 










o 








Octylic add 
Secanoic add 






O 


O 






O 


o 


Caprylic add 


O 
















Laurie add 




O 














linderic add 
















Stearic add 


















Acetic add 



















Table 7-3 



Fatty add 


Ni 


Ce 


Cs 


Ti 


Al 


Pentanoic add 












Caproic add 












Octylic add 


O 


o 


o 






Secanoic add 












Caprylic add 








O 




Laurie add 










O 


linderic add 










Stearic add 
Acetic add 













It will be noted that the presence or absence of a lower fatty 
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acid or its salt, or a cyclic fatty acid or its salt was confirmed 
in the following manner. A wire was washed with a volatile organic 
solvent, and the resultant solvent wash was subjected to analyses, 
such as nuclear magnetic resonance analysis and mass spectrometric 
analysis, to isolate the lower fatty acid or its salt, or a cyclic 
fatty acid or its salt from a lubricating oil and lubricating 
particles. It will also be noted that naphthenic acid and salts 
thereof emanates a peculiar aroma, and whether or not a trace of 
the acid or salt is attached to a wire can be quantitatively 
determined from the aroma. Accordingly, the presence of naphthenic 
acid and salts thereof can be readily distinguished from other fatty 
acids on the manufacturing spot. The use of such an acid and salts 
is preferred because it can be prevented to apply them to in error. 

In the examples, chain hydrocarbon compounds including 
caprylic acid, lauric acid, linderic acid and metal linderates were 
mixed with lubricating materials (i.e. lubricating oils and 
lubricating particles). Each mixed dispersion or solution was 
applied onto a wire surface- • With regard to the other chain 
compounds, each compound was applied onto a wire surface, and then, 
lubricating materials were selectively applied onto the wire 
surface. Naphthenic acid or its metal salts were each applied to 
after mixing with a lubricating oil and lubricating particles, or 
after mixing with a lubricating oil alone. 
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Subsequently, each wire was subjected to continuous welding 
over 3 0 minutes by used of an automatic welding machine to check 
the influence, on the wire f eedabilities , of a deposit on a wire 
surface. The wire f eedabilities were evaluated by checking a feed 
resistance, the stability of the feed resistance, and the degree 
of clogging in a spring liner caused by separation of a deposit 
from the wire surface. 

Reference is now made to Fig. 4, which is a schematic view 
showing an automatic welding machine used in these examples . As 
shown in Fig. 4, a spool 10, about which a welding wire is wound, 
is placed while keeping its axis horizontal. Pair of feed rollers 

8 for feeding the wire stand adjacent to the spool 10. The paired 
feed rollers 8 are driven with a wire feed motor 7 . A conduit cable 

9 is provided along a horizontal extension line of the welding wire^ 
which is fed from the feed rollers 8. Two turns 12 are provided 
on the way of the conduit cable 9r with a torch being disposed at 
the tip of the cable 9. 

When using this welding machine, the welding wire fed from 
the spool 10 is horizontally fed by means of the feed rollers 8, 
and arrives via the conduit cable 9 and the two turns 5 at the torch 
11 wherein it serves for welding. 

The feed resistance and the degree of clogging in the spring 
line of the conduit cable were, respectively, measured by carrying 
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out welding in the following manner: the conduit cable was set at 
6 m in length, and the diameter of the two turns 12 was determined 
at 400 mm. The feed resistance was evaluated as a force (arrow 6) , 
which the feed rollers 8 suffered from the wire in a direction 
opposite to the feed direction at the time of welding. The stability 
of the feed resistance in relation to time was evaluated in the 
course of the continuous welding. The degree of clogging of a 
lubricating material in the spring line was evaluated as an increase 
in weight of the spring line after the continuous welding over 30 
minutes . 

The fabricating conditions of the wires and the deposits on 
the wire surface are shown in Table 8 below. The results of the 
evaluation of the wire f eedabilities are shown in Table 9 . The feed 
resistance shown in Table 9 is an average value of resistance 
measurements, in which @ indicates an average value of 5 kgf or 
below, O indicates an average value exceeding 5 kgf but not greater 
than 8 kgf, A indicates an average value exceeding 8 kgf, and X 
means a non-f eedable wire . The feed resistance stability indicates 
a variation of the feed resistance, and @ indicates a variation 
of 1 kgf or below, O indicates a variation exceeding 1 kgf but not 
greater than 2 kgf, A indicates a variation exceeding 2 kgf but 
not greater than 5 kgf, and X indicates a variation exceeding 5 
kgf. The evaluation standards for the degree of clogging are such 
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that @ indicates an amount of clogging of 0.002 g or below, O 
indicates an amount exceeding 0.002 g but not greater than 0.005 
g, A indicates an amount exceeding 0.005 g but not greater than 
0.01 g, and X indicates an amount not less than 0.01 g. 



Table 8-1 





No. 


Wire/Flux 

Weight 

(wt%) 


Fatty Acid or 
Salt thereof 


Feed Oil 


Lubricating 
Particles 


Amount of 
Deposited 
Fatty add 
or Salt 
thereof (g) 


Total of 
Deposits 

(g) 




1 


iVlZ/r If iO/o 


pentanoic acid 


plant oil 




n 9 


1 0 








cobalt pentanoate 
caproic acid 


mineral oH 
synthetic oil 


nil 


n AO 
u.uy 


U.O 




3 


Bl 


lead pentanoate 


sjTithetic oil 


M002 


0.002 


2.1 




4 


B4 


lead octylate 


mineral oil 


WSs 


0.005 


0.2 




5 


Bl 


manganese octylate 
secainoic acid 


animal oil 
synthetic oil 


nil 


0.3 


0.9 


'a 


6 


B2 


potassium octylate 


plant oil 


M0S2+C 


0.2 


1.3 


Exam 


7 


Bl 


octyHc acid 
pottassium octylate 






0.6 


0.6 




8 


M3/F4, 22% 


cobalt caprylate 


plant oil 
synthetic oil 


poiytetrafLuoro 

ethylene 

M0S2 


1.5 


3.9 




9 


B5 


manganese caprylate 


synthetic oil 


nil 


1.9 


4.9 




10 


M3/F3, 16% 


capryhc acid 
zinc laurate 


plant oil 
synthetic oil 


poiytetrafLuoro 
ethylene 


0.6 


3.1 




11 


B3 


manganese caprylate 
tin caprylate 
potassium octylate 


mineral oil 
synthetic oil 




0.1 


2.5 
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Table 8-2 





Nb. 


Wire/Flux 

\sr^4— 1,4- 
Weignt 

(wt%) 


Fatty Acid or 
bait tnereot 


Feed Oil 


Lubricating 
Particles 


Amoimt of 
Ospositsd 
Fatty add 
or Salt 
thereof (g:) 


Total of 

(g) 




12 


M4/F4, 19% 


lauric acid 


synthetic oil 


polytetrafluoro 
ethylene 


0,07 


0.9 




13 


M2/F1, 14% 


lead laurate 


plant oil 


ml 


0.008 


0.3 




14 


B4 


potassium laurate 
manganese octylate 


plant oil 
mineral oil 


M0S2 

polytetrafluoro 
ethylene 


0.4 


1.6 




15 


Bl 


lindric acid 


mineral oil 


M0S2 


0.4 


2.0 




16 


M2/F1, 14% 


manganese Hn derate 


plant oil 


M0S2 


1.1 


3.2 




1 7 
X i 


i3Z 


potassium liiiderate 


synthetic oil 








"a 
B 


18 


Bl 


zinc laurate 


plant oil 


M0S2 


0.003 


0.8 




19 


34 


f*silf*mm Tin rto*c*'l"o 

^CLL^^i-Lllll JJJL1U.CX dm 


QVTthTlfitif* nil 


ml 


0.09 


0.2 




20 


Ml/Fl, 13% 


tin caprylate 


mineral oil 


M0S2 

polytetrafluoro 
ethylene 


0.08 


1.5 




21 


B2 


zirconium octylate 


plant oil 


M0S2 


1.9 


2.3 




22 


M2/F2, 14% 


iron caproate 


plant olL 
animal oil 


WS2 


0.5 


1.6 




23 


Bl 


manganese 
pentanoate 


synthetic oil 


M0S2 


1.2 


3.5 




24 


Bl 


lithium octylate 


synthetic oil 
plant oil 


M0S2 


1-8 


4.1 
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Table 8-3 





No. 


Wire/Flux 

Weight 

(wt%) 


Fatty Acid or 
Salt thereof 


Feed Oil 


Lubricating 
Particles 


Amount of 
Deposited 
Fatty add 
or Salt 
thereof (e) 


Total of 
Deposits 
(g) 




25 


B3 


copper secanoate 


mineral oil 
plant oil 


WS2 


0.008 


0.8 




26 


M3/F4, 19% 


nickel octylate 


animal oil 


polytetrafluoro 
ethylene 


0.6 


1.2 


"a 


27 


B2 


aluminium Hnderate 


plant oil 


M0S2 
WS2 


0.3 


1.8 


Exaj 


28 


B5 


titanium laurate 


plant oil 


nil 


0.08 


0.4 




29 


M4/F3, 20% 


cesium octylate 


synthetic oil 


polytetrafluoro 
ethylene 


0.03 


3.1 




30 


Bl 


cesium octylate 


mineral oil 


polytetrafluoro 
ethylene 


0.1 


0.9 
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Table 8-4 





INO. 


Wire /Flux 

Weight 

(wt%) 


r atty Acid or 
Salt thereof 


Feed OH 


Lubricating 
Particles 


Amount of 
Deposited 
Cyclic 
Hydro 
carbon (g) 


Total of 
Deposits 
(g) 




31 


Ml/Ft 13% 




pi^aJlt Ull 


ml 


n nno 
u.uuz 


U.lo 








cobalt naphthenate+ 

chromium 

naphthenate 


mineral oil+ 
plant oil 


ml 


0.1 


2.2 




33 


B2 


naphthenic acid+ 

potassium 

naphthenate 


nil 


ml 


1.2 






34 


B4 


^siuin iid.pni/ii6nai/e 


mineral oil 


lViOk32 


1 Q 
1.0 


4,8 




35 


Bl 


manganese 
naphthenate+ 
zirconium 
naphthenate 


mineral oil+ 
synthetic oil 


nil 


0.9 


3.5 


© 

'a 
S 


36 


Bl 


potassium 
naphthenate+ 
naphthenic acid 


nil 


M0S2 


0.5 


1.8 




37 


B2 


lead naphthenate+ 
zinc naphthenate 


synthetic oil+ 
plant oil 


WS2 


1.9 


4.9 




38 


M4/F4, 22% 


cesium naphthenate+ 

manganese 

naphthenate 


mineral oiL+ 
' synthetic oil 


M0S2 
WS2 


0.1 


0.3 




39 


B5 


tin naphthenate+ 
sodium naphthenate 
+ aluminium 
naphthenate 


synthetic oil 


nil 


1,1 


3.5 




40 


M3/F4, 16% 


naphthenic acid + 
potassium 
naphthenate+ 
pottasium octylate 


animal and plant 
oil+ 

mineral oil 


M0S2+C 


0.01 


1,0 




41 


B3 


tin naphthenate+ 
calcium naphthenate 


mineral oil+ 
synthetic oil 


WS2 
M0S2 


0.009 


0.5 
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Table 8-5 





No. 


Wire/Rux 
Weight 


Fatty Acid or 
Salt thereof 


Feed Oil 


Lubricating 
Particles 


Amount of 
Deposited 
Cyclic 
Hydro 
carbon (g) 


Total of 
Deposits 
(g) 




42 


M4/F3, 20% 


n aphtha nic acid 


nil 


nil 


0.8 


0.8 




43 


M1/F2, 18% 


lead naphthenate+ 
nickel naphthenate 


plant oil 


nil 


1.3 


2.9 




44 


B4 


potassium 

naphthenate+ lithium 
naphthenate 


animal and plant 
oiL + 

mineral oil 


M0S2 

polytetrafLuoro 
ethylene 


0.2 


1.2 




45 


B2 


copper naphthenate 


mineral oil 


nil 


0,0015 


0.8 




46 


M2/F1, 13% 


manganese 
naphthenate 


plant oil 


WS2+C 


0,09 


1.2 


Example 


47 


Bl 


potassium 

naphthenate+ 

titanium 

naphthenate+ cesium 
naphthenate 


animal and plant 
oil 


M0S2 


1.1 


2.9 




Aft 




diethyl phthalate 


plant oil 


nxi 


n *? 
u.^ 


JL.o 




49 


B2 


dibutyl phthalate 


plant oil 


ml 


0.09 


2.0 




50 


B3 


dioctyl phthalate 


synthetic oil 


nil 


0.4 


1.5 




51 


B4 


furan compound 


nil 


nil 


1.2 


1.2 
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Table 8-6 





No. 


Wire/Flux 

Weight 

(wt%) 


Fatty Acid or 
Salt thereof 


Feed Oil 


Lubricating 
Particles 


Amount of 
Deposited 
Fatty add 
or Salt 
thereof (g) 


Total of 
Deposits 

(s) 




52 


Ml/Fl, 13% 


potassium stearate 


plant oil 


nil 


0.2 


1,2 




53 


M1/F2. 14% 


potassium acetate 


plant oil 
mineral oil 


M0S2 


0.1 


0,9 




54 


Bl 


sodium stearate 


animal oil 


M0S2 


0.5 


2.2 


e Examp: 


55 


B2 


nil 


plant oil 
synthetic oil 


WS2 


0 


0,9 


arativ 


56 


M3/F4, 18% 


potassium stearate 


mineral oil 


nil 


0.3 


1.2 


Compi 


57 


M4/F4, 20% 


lul 


synthetic oil 


polytetrafluoro 
ethylene 


0 


1.1 




58 


B3 


sodium stearate 


mineral oil 
synthetic oil 


M0S2 


1.1 


2.0 




59 


B5 


nil 


plant oil 


WS2 


0 


0.8 


Table 8-7 




No. 


Wire /Flux 

Weight 

(wt%) 


Fatty Acid or 
Salt thereof 


Feed Oil 


Lubricating 
Particles 


Amount of 
Deposited 
Qydic 
Hydro 
carbon (g) 


Total of 
Deposits 
(g) 




60 


M2/F1, 13% 


sodium stearate 


synthetic oil 


nil 


0.2 


1.5 




61 


M2/F2, 14% 


nil 


synthetic oil + 
mineral oil 


WS2 


0 


3.2 


3 Example 


62 


B2 


potassium stearate 


plant oH 


M0S2 


0.01 


0.08 


63 


Bl 


potassium stearate 


plant oil + 
synthetic oil 


M0S2 


0.8 


1,9 


larativi 


64 


M3/F4, 18% 


nil 


mineral oil 


nil 


0 


1.5 


Comp 


65 


M4/F4, 20% 


potassium stearate 


mineral oil 


polytetrafluoroet 
hylene 


0.08 


2-0 




66 


B3 


calcium stearate 


mineral oil + 
synthetic oH 


WS2 


1.3 


5.1 




67 


B5 


sodium stearate 


animal and plant 
oil 


M0S2 


0.3 


1.0 
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Table 9-1 





No, 


Feed 


Feed 


Degree of 






Resistance 


Resistance 


Clogging 








OLaDiQty 






1 

JL 


*^ 








9 


n 








Q 
O 












kJ 








5 


o 


o 


© 


<D 


6 


o 




o 


u 


7 


o 


o 


© 


& 


8 


o 


© 


o 


o 
O 


9 


o 


o 


o 


10 


o 


© 


o 




11 


o 


© 


o 


Table 9-2 




No. 


Feed 


Feed 


Degree of 






Resistance 


Resistance 


Clogging 








Stability 






12 


@ 


© 


O 




13 


o 


© 


© 




14 


@ 


© 


O 




15 


@ 


© 


O 




16 


@ 


© 


O 




17 


@ 


© 


O 


1— ( 

Ph 


18 


o 


© 


O 




19 


o 


O 


© 


X 

W 


20 


@ 


© 


© 


■1 


21 


@ 


© 


O 




22 


© 


© 


O 


s 


23 


@ 


© 


O 


o 
O 


24 


@ 


© 


O 


25 


o 


O 


O 




26 


@ 


© 


© 




27 


@ 


© 


O 




28 


o 


O 


© 




29 


o 


© 


O 




30 


@ 


© 


@ 
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Table 9-3 





No. 


Feed 

Resistance 


Feed 

Resistance 
Stability 


Degree of 
Clogging 


Comparative Example 


31 
32 
33 
34 
35 
36 
37 
38 
39 
40 
41 


ooooooooo@o 


O 
O 
O 
@ 
O 
© 
© 
© 
O 
© 
© 


© 
© 
© 
O 
© 
O 
O 
O 
© 
O 
O 


Table 9-4 




No. 


Feed 

Resistance 


Feed 

Resistance 
Stability 


Degree of 
Clogging 


Comparative Example 


42 
43 
44 
45 
46 
47 
48 
49 
50 
51 


OOOOOOOOOO 


O 
O 
© 
O 
© 
© 
O 
O 
O 
© 


© 
© 
O 
© 

o 

O 

© 
© 
© 
© 
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Table 9-4 



O 

m 
m 
m 
o 

m 

H 

a 

m 

P 
I- 





No. 


Feed 

Resistance 


Feed 

Resistance 
Stability 


Degree of 
Clogging 


Comparative Example 


52 
53 
54 
55 
56 
57 
58 
59 


o 

A 
O 
A 
O 
A 
O 
A 


X 
A 
A 
A 

X 

A 
A 
A 


XXXXXXXX 


Table 9-6 




No. 


Feed 

Resistance 


Feed 

Resistance 
Stability 


Degree of 
Clogging 


Comparative Example 


60 
61 
62 
63 
64 
65 
66 
67 


O 
A 
X 

O 
A 

o 
o 
o 


X 
A 
X 

A 

X 

A 
O 
A 


X 
X 

O 

X 
X 
X 
X 
X 



As will be apparent from Tables 9-1 to 9-6, in the 
examples of the invention wherein a lower fatty acid or 
its salt, or a cyclic fatty acid or its salt is deposited 
on a wire surface, and a lubricating oil or a mixture of 
a lubricating oil and lubricating particles are chemically 
combined on the wire surface, the f eedabilit ies of the 
wire are improved and stabilized, and the degree of 
clogging of the lubricating material in the spring line 
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can be suppressed to a significant extent. Especially, 
in Example Nos . 1 to 51, a lower fatty acid or its salt, 
or a cyclic fatty acid or its salt is present on the wire 
surface, and the total weight of a deposit made of a 
lubricating oil and lubricating particles ranges from 0,1 
to 5 g per 10 kg of the wire, ensuring very stable 
f eedabilities of the wire- 
In contrast, in Comparative Examples 52 and 56, 
potassium stearate does not permit chemical combination 
between the wire surface and a lubricating oil, resulting 
in poor feed stability of the wire. Additionally, the 
lubricating material is deposited in the spring liner, 
thereby increasing the amount of a clogged deposit. In 
Comparative examples 53 , 54 , 55, 57 and 59, lubricating 
particles are attached to the wire surface depending only 
on the wettability of a lubricating oil, so that the 
lubricating material is deposited in the spring liner, 
thereby increasing the amount of a clogged deposit. In 
Comparative Example 58, sodium stearate cannot chemically 
combine the wire surface and the lubricating oil 
therethrough, and the lubricating particles are attached 
to the wire surface depending only on the wettability of 
the lubricating oil. Thus, the lubricating material is 
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deposited in the spring liner, thereby causing the liner 
to be clogged. Comparative Example 60 makes use of sodium 
stearate, which cannot chemically combine the wire surface 
and the lubricating oil therethrough, resulting in poor 
wire feed stability. Thus, lubricating material is 
deposited in the spring liner, thereby causing the liner 
to be clogged. In Comparative Examples 62 , 63 and 65, 
potassium stearate cannot permit combination between the 
wire surface and the lubricating oil, under which 
lubricating particles are attached to the wire surface 
depending only on the wettability of the lubricating oil. 
Thus, the lubricating material is deposited in the spring 
liner, thereby causing the liner to be clogged. In 
Comparative Example 66, calcium stearate is used and does 
not permit combination between the wire surface and the 
lubricating oil, under which lubricating particles are 
attached to the wire surface depending only on the 
wettability of the lubricating oil. Thus, the 
lubricating material is deposited in the spring liner, 
thereby causing the liner to be clogged. 

Moreover, in Comparative Example 64, the 
lubricating oil alone is applied onto a wire surface, so 
that the wire cannot be fed stably, with the wire feed 
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resistance being unsatisfactory and the degree of clogging 
in the spring line being not suppressed to a satisfactory 
extent. In Comparative Example 67, sodium stearate is 
used and cannot chemically combine the wire surface and 
the lubricating oil therethrough. The lubricating 
particles are attached to the wire surface depending only 
on the wettability of the lubricating oil. The feed 
stability of the wire is not satisfactory, and the 
lubricating material is deposited in the spring liner, 
thereby causing the liner to be clogged therewith. 

As set out in detail hereinbefore, when chain 
compounds having from 5 to 12 carbon atoms or hydrocarbon 
compounds having a cyclic structure are present on the 
surface of a wire, they permit chemical combination 
between the lubricating material made of a lubricating 
oil and/or lubricating particles and the wire surface. 
Thus, the lubricating material is very unlikely to 
separate from the wire surface, resulting in improved 
f eedabilit ies of the wire. When the wire is used for 
welding over a long time, little inconvenience, which 
would otherwise be caused through clogging of the 
lubricating material, is experienced, thereby ensuring 
stable feed of the wire. The presence of the lubricating 
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material on the wire surface contributes to very good feed 
stability of the wire. 
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